Amendment to the Claims: 

This listing of claims wilf replace aH prior versions, and iistings, of claims in the 
application, 

1. (Currently Amended) A coating composition comprising: 

A (meth) acrylic resin (A) having a hydroxy! group, which is obtained by eopolymerteing 
a mixture having for its essential components a polsxxmrotectone-mrodified hydroxyaSkyi (meth) 
aery late and a different hydroxy! -group containing (meth) acryiate. [[and]] a polyisocyanate 
compound (B) having a plurality oidsocya.na.te groups^and 

a laikm p i i 1 ' u ( ri >k I d.uM nov] eiem tht lydro yl roup 
of the hydroxy! group-containing (moth) acryiate is a primary hydroxy! group, and the hydroxy! 
number of the (meth) acrylic resin (A) is 125 to 145. 

2. (Original) The coating composition according to claim 1 , wherein the average value of 
the number of ca.prolact.one repetitive units in the polycaprolactone-moditied hydtoxyaikyi 
(meth) acry iate is 1 to 3 

3. (Prevhmsh Presented) I k ujui i ompoMtion at cofoin^ to claim 1 vJiv^tnihe 
polycaprolactonc-modified hydro xyaiky! fnietif) acryiate is a pcdycaprolactone-modiiied 
bydroxyalky] acryiate 

4. (Previously Presented) The coating composition according to claim ,L wherein a 
mommies having a cyelh backbone is contained in the monomei mixture md the monomer 
having a cyclic backbone is contained at 1 0% by mass or less in the monomer mixture, 
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5. (Canceled) 


6. (Previously Presented) The coating composition according to claim 1 . wherein the acid 
number of the (meth) acrylic resin (A) is 30 mg KOH/g or less. 

7. (Currently Amended) A coated article comprising: 

a material having a surface with a coating including a (meth) acrylic resin (A) having a 
hydroxy! group, which is obtained by copoiyrnenziog a mixture having for its essential 
components a polycaprolactone-modiOed hydroxy alky! (meth) aery hue and a different hydroxyl- 
grpup containing (meth) aery late, [[and]] 

a polyisocyanate compound (B) having a plurality of isocyanate groups , and 

a lactone polyoj ( i - ju g three or more, hydroxy! groups : 

wherein the hydroxy! group of the hydroxy] group-containing (meth) aery late is a 
primary hydroxy! group, and the hydroxy! number of the (meth) acrylic resin (A ) is 125 to 145 
and curing to form a coated film on the surface of die coated material. 

8. (New) The coating composition according to claim 1. wherein the isocyanate groups of 
the polyisoeyanate compound (B) arc liberated isocyanate groups. 

9. (New) The coated article according to claim 7. wherein the isocyanate groups of the 
polyisoeyanate compound (B) are liberated isocyanate groups. 
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